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(57) A low-leakage-current layer, made of BST in 
which the content of Tl deviates from its stoichiometric 
composition, is interposed between a high-dielectric- 
constant layer, made of BST with the stoichiometric 
composition, and an upper electrode. And a charge- 
storabie dielectric film is made up of the high-dielectric- 
constant layer and the low-leakage-current layer. Such 
a BST film containing a larger number of Ti atoms than 
that defined by stoichiometry can suppress the leakage 
current to a larger degree. Also, if such a fiim is used, 
then the relative dielectric constant does not decrease 
so much as a BST film with the stoichiometric composi- 
tion. Accordingly, the leakage current can be sup- 
pressed while minimizing the decrease in relative 
dielectric constant of the entire charge-storable dielec- 
tric film, which is a serial connection of capacitors, thus 
contributing to the downsizing of a semiconductor mem- 
ory device. As a result, a semiconductor memory 
device, including a charge-storable dielectric film with 
decreased leakage current and enhanced charge stora- 
bility. can be obtained. 


Fig. 1 



CM 
< 

CM 
CM 

in 

1^ 
in 


o. 

LU 

Dy >e r ~x business Services 


1 


EP 0 957 522 A2 


Description 

BACKGROUND OF THE INVENTION 

[0001 ] The present invention relates to a semiconduc- 
tor memory device for storing electrical charges as 
infcrmaticn in a capaative insulating film made of a 
material with a high relative dielectric constant and also 
relates to a method for fabricating the same. 
[0002] As the multimedia applications have been 
broadening in recent years, it has become more and 
more necessary to store and process an increasing 
quantity of digital information using various types of 
information processors. Under the circumstances such 
as these, the quantity of information to be processed 
per unit time, i.e., the capacity of each single semicon- 
ductor memory device used for storing that information 
thereon, would continue to rise by leaps and bounds. 
However, in a dynamic random access memory 
(DRAM), for example, as the required capacity 
increases, the charge storage capacity of each cell 
should be maintained at an approximately conventional 
level (i.e., about 30 fF), even though the size of each cell 
should be reduced to satisfy a downsizing requirement 
Accordingly, to ensure a sufficient capacity and reduce 
the size of a cell at the same time, various materials with 
a high relative dielectric constant, such as barium stron- 
tium titanate (BST), have lately been applied to the 
capacitive insulating film of a memory cell more and 
more often. In this specification, a capacitive insulating 
film of this type, which is made of a material with a high 
dielectric constant and in which electrical charges can 
be stored as information, will be called a "charge-stora- 
ble dielectric film". 

[0003] Nevertheless, since a BST film is usually in the 
form of a polycrystaltine thin film, it is important to sup- 
press the leakage current flowing therethrough. 
[0004] To solve such a problem, a "multi-layered die- 
lectric film" is used as disclosed in Japanese Laid-Open 
Publication No. 7-161833, for example. 
[0005] Figure 8 illustrates a cross-sectional structure 
of a charge-storable dielectric film disclosed in the pub- 
lication identified above. As shown in Figure 8, this 
structure includes: a titanium (Ti) fim 101; a titanium 
dioxide (Ti0 2 ) film 102; a high-dielectric-constant film 
103 made of (Ba, Pb){Zr, Ti)0 3 ; a Ti0 2 film 104; and a 
Ti film 105. which are stacked in this order on a sub- 
strate 100. 

[0006] In this conventional DRAM structure, a charge- 
storable dielectric film is formed by interposing a pair of 
T0 2 films 102 and 1 04 between the high dielectric-con- 
stant film 103 and the Ti films 101 and 105 functioning 
as respective electrodes, thereby suppressing the leak- 
age current flowing through the high-dielectric-constant 
film 1 03. A smaller amount of current teaks through the 
Ti0 2 films 102 and 104 as compared with the (Ba, 
Pb)(Zr, Ti)0 3 film 103, and the T\0 2 films 102 and 104 
have a higher dielectric breakdown voltage than the 


(Ba, Pb)(Zr, TiJOsfilrn 103. Accordingly, a charge-stora- 
ble dielectric film can be formed with a leakage current 
reduced in total. 

[0007] However, in this conventional DRAM structure, 

5 the high-dielectric-constant film 103, which is originally 
intended to be a capacitive insulating film, is sand- 
wiched between the Ti0 2 films 102 and 104 to reduce 
the leakage current As a result, the relative dielectric 
constant of these three insulating films decreases in 

w total. This is because the relative dielectric constant of 
the Ti0 2 film is as low as about 25. Also, the total rela- 
tive dielectric constant of these three insulating films 
interposed between the upper and lower Ti films 101 
and 105 is calculated the same way as the capacitance 

is of a circuit in which three capacitors, formed by these 
insulating films, are connected in series to each other. 
Thus, the DRAM structure shown in Figure 8 and dis- 
closed in the above- identified document has decreased 
charge storability per unit area. This is one of the factors 

20 interfering with the downsizing of an overall memory 
structure. 

SUMMARY OF THE INVENTION 

25 [0008] An object of the present invention is providing 
a downsized semiconductor memory device and a 
method for fabricating the same by suppressing an 
increase in leakage current flowing through a charge- 
storable dielectric film and a decrease in relative dielec- 

30 trie constant thereof. 

[0009] A semiconductor memory device according to 
the present invention includes a plurality of cells. Each 
of these cells includes: a lower electrode; a charge-stor- 
able dielectric film, formed on the lower electrode and 

35 made of a dielectric in which information is storable; and 
an upper electrode formed on the charge-storable die- 
lectric film. The charge-storable dielectric film includes 
first and second dielectric layers. The first dielectric 
layer is made of an oxide containing at least two metal 

40 elements and a dielectric with a high relative dielectric 
constant or a ferroelectric. The second dielectric layer is 
formed over and/or under the first dielectric layer and 
made of an oxide containing at least two metal ele- 
ments. A smaller amount of leakage current than that 

45 flowing through the first dielectric layer flows through the 
second dielectric layer. 

[0010] In this structure, the second dielectric layer is 
an oxide film containing at least two metal elements, not 
an oxide film containing a single metal element such as 

so a TIO2 film conventionally used. Thus, by adjusting the 
composition of the second dielectric layer, the relative 
dielectric constant and the amount of leakage current of 
the second dielectric layer can be appropriately control- 
led. For example, if the mole fraction of one of these two 

55 metal elements, which can contribute to the suppres- 
sion of the leakage current better than the other, is 
increased to precipitate an oxide of the metal element 
into the grain boundary, then the leakage current can be 
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suppressed effectrveiy. And since the crystal grains 
themselves are those of a binary metal oxide with a 
higher relative dielectric constant, the total dielectric 
constant of the charge-storable dielectric film can be 
kept high. Accordingly, the semiconductor memory 
device can be further downsized. 
[0011] In one embodiment of the present invention, 
the first dielectric layer preferably has an approximately 
stoichiometric composition, while the second dielectric 
layer preferably has a composition deviated from the 
stoichiometric composition thereof. 
[001 2] In such an embodiment, since the second die- 
lectric layer preferably has a non-stoichiometric compo- 
sition, an oxide of one of at least two metal elements 
contained in the second dielectric layer precipitates into 
the grain boundary. Accordingly, a high relative dielec- 
tric constant can be easily maintained with the leakage 
current suppressed. 

[001 3] In another embodiment, the first dielectric layer 
preferably contains the three elements of Ba f Sr and Ti. 
[0014] A material containing these three elements of 
Ba, Sr and Ti is known as a material called "BST with a 
high dielectric constant. By forming the first dielectric 
layer out of this BST layer, the total dielectric constant of 
the charge-storable dielectric film can be kept high. 
[001 5] In still another embodiment, the first dielectric 
layer preferably has a composition expressed by 
Ba^r^TiC^, where 0 sxsi. 

[001 6] In such an embodiment, the first dielectric layer 
is a BST film containing Ti at 50%. Accordingly, a high 
relative dielectric constant can be attained. 
[001 7] In still another embodiment, the second dielec- 
tric layer preferably contains the three elements of Ba, 
Sr and Ti. 

[001 8] In such an embodiment since the relative die- 
lectric constant of the second dielectric layer is also kept 
high, increase in leakage current flowing through the 
entire charge-storable dielectric film and decrease in 
relative dielectric constant thereof can be suppressed 
with more certainty 

[0019] In still another embodiment, the number of Ti 
atoms preferably accounts for larger than 50% and 
equal to or smaller than 60% of the total number of Ba, 
Sr and Ti atoms in the second dielectric layer. 
[0020] It is already known empirically that the dielec- 
tric constant of a BST film is relatively high and the 
amount of leakage current is relatively small within this 
range. As a result, increase in leakage current flowing 
through the entire charge-storable dielectric film and 
decrease in relative dielectric constant thereof can be 
suppressed with more certainty. 

[0021] In still another embodiment, both the first and 
second dielectric layers of the charge-storable dielectric 
film may contain the three elements of Ba, Sr and TI 
The first and second dielectric layers may be formed 
such that a ratio of the number of Ti atoms to the total 
number of Ba, Sr and Ti atoms in the charge-storable 
dielectric film can be represented as a continuous func- 


tion of a distance as measured from the lower surface of 
the charge-storable dielectric film in the thickness direc- 
tion. 

[0022] In such an embodiment, the composition of the 
5 charge-storable dielectric film does not change discon- 
tinuous^ or abruptly. Accordingly, a charge-storable die- 
lectric film with less strained, larger crystal grains can 
be obtained and an even higher relative dielectric con- 
stant can be attained. 
w [0023] In still another embodiment, the ratio of the 
number of TI atoms to the total number of Ba. Sr and Ti 
atoms is preferably 50% in part of the charge-storable 
dielectric film that corresponds to at least one half of the 
total thickness of the charge-storable dielectric film. 
75 [00241 In such an embodiment, an oxide of Ti or the 
like, which precipitates into the grain boundary, can 
exist stably 

[0025] A method for fabricating a semiconductor 
memory device according to the present invention 

20 includes the steps of: a) forming a lower electrode over 
a substrate; b) forming a charge-storable dielectric film, 
made of a dielectric in which information is storabie, on 
the lower electrode; and c) forming an upper electrode 
on the charge-storable dielectric film. The step b) 

25 includes: i) forming a first dielectric layer made of an 
oxide containing at least two metal elements and a die- 
lectric with a high relative dielectric constant or a ferroe- 
lectric; and ii) forming a second dielectric layer ever 
and/or under the first dielectric layer. The second dielec- 

30 trie layer is made of an oxide containing the same ele- 
ments as those of the first dielectric layer but has a 
different composition than that of the first dielectric 
layer. The amount of leakage current flowing through 
the second dielectric layer is smaller than that flowing 

35 through the first dielectric layer. 

[0026] According to this method, the semiconductor 
memory device attaining the excellent effects described 
above can be formed easily. 

[0027] In one embodiment of the present invention, in 
40 the step i), the first dielectric layer is preferably formed 
to contain the three elements of Ba, Sr and Ti substan- 
tially at a stoichiometric composition. In the step ii), the 
second dielectric layer is preferably formed to contain 
the three elements of Ba, Sr and Ti at such a composi- 
45 tion that the number of Ti atoms accounts for larger than 
50% and equal to or smaller than 60% of the total 
number of Ba, Sr and Ti atoms. 
[0028] In this particular embodiment, a heat treatment 
is preferably conducted to heat the substrate at 650°C 
so or more bejorejhe steps i) and ii) are performed. 

[0029] In accordance with this method, the relative 
dielectric constants of the respective dielectric layers 
made of BST can be increased. 

[0030] In another embodiment of the present inven- 
55 tion, in the step b), whilathe first and second dielectric 
layers are formed by a metalorganic chemical vapor 
deposition process, the tejcp& grature of the substrate is 
chan^ed^thereby changing the ratio of the number of Ti 
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atoms to the total number of Ba, Sr and Ti atoms. 
[0031] in accordance with this method, the composi- 
tions of the respective dielectric layers can be adjusted 
easily without chan ging the composition of the source 
material. Accordingly, this method is suitable to mass s 
production. 

[0032] In this particular embodiment, in the step b), 
the temperature of the substrate is preferably kept con- 
stant in the step i). but changed in the step ii). 
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BRIEF DESCRIPTION OF THE DRAWINGS 
[0033] 

Figure 1 is a partial cross-sectional view illustrating is 
a structure of a cell and its neighboring portions of 
a semiconductor memory device according to a first 
embodiment of the present invention. 
Figure 2 is a graph illustrating how the leakage cur- 
rent flowing through a BST film changes with the 20 
content of Ti in the BST film in the first embodiment. 
Figure 3 is a graph illustrating how the relative die- 
lectric constant of the BST film changes with the 
content of Ti in the BST film in the first embodiment. 
Figure 4 is a graph illustrating a relationship 25 
between a ratio of the thickness of a !ow-leakage- 
current layer to the total thickness of a charge-stcr- 
able dielectric film and the relative dielectric con- 
stant of the charge-storable dielectric film in the first 
embodiment. 30 
Figures 5(a) through 5(d) are cross -sectional views 
illustrating respective process steps for fabricating 
the semiconductor memory device of the first 
embodiment 

Figure 6(a) is a partial cross-sectional view illustrat- 35 
ing a structure of a cell and its neighboring portions 
of a semiconductor memory device according to a 
modified example of the first embodiment in which 
a low-leakage-current layer is formed under a high- 
dielectric -constant film; and to 
Figure 6(b) is a partial cross-sectional view illustrat- 
ing a structure of a cell and its neighboring portions 
of a semiconductor memory device according to 
another modified example of the first embodiment 
in which a pair of low-leakage-current layers are 45 
formed over and under the high -dielectric- constant 
film, respectively. 

Figure 7 is a partial cross -section a I view illustrating 
a structure of a cell and its neighboring portions of 
a semi-conductor memory device according to a so 
second embodiment of the present invention along 
with a variation in the content of Ti in the charge- 
storable dielectric film in the thickness direction 
thereof. 

Figure 8 is a partial cross -sect ion a I view illustrating ss 
a structure of a cell and its neighboring portions of 
a conventional semiconductor memory device 


DESCRIPTION OF THE PREFERRED EMBODI- 
MENTS 

EMBODIMENT 1 

[0034] First, a semiconductor memory device accord- 
ing to a first exemplary embodiment of the present 
invention will be described with reference to Figures 1 
through 5. The semiconductor memory device of this 
embodiment is different from an ordinary semiconductor 
memory device mainly in the structure of a charge-stor- 
able dielectric film and a method for making the same. 
Accordingly, the structure, operation and the fabrication 
method of the charge-storable dielectric film and sur- 
rounding members thereof will be described in detail, 
but the description of the other members thereof will be 
omitted herein unless necessary. 
[0035] Figure 1 is a cross-sectional view illustrating a 
structure of a cell 18 and its neighboring portions of a 
semiconductor memory device of this embodiment. 
[0036] A6 shown in Figure 1, the cell 13 includes a 
charge-storable dielectric film 1 consisting of a high-die- 
lectric-constant layer 3 and a low-leakage-current layer 
5. The high-dielectnc-constant layer 3 is formed out of a 
BST thin film with a thickness of 20 nm, whose compo- 
sition (or the Ba:Sr:Ti ratio) is stoichiometric, i.e., 
25:25:50. On the other hand, the low-leakage<urrent 
layer 5 is formed out of a thin film, which contains at 
least Ba, Sr and Ti and the thickness of which is 5 nm. 
The composition of the low-leakage-current layer 5 is 
non-stoichiometric. In this embodiment, the low-leak- 
age-current layer 5 is made of a compound in which the 
ratio of the number of Ti atoms to the total number of 
Ba, Sr and Ti atoms (hereinafter, simply referred to as a 
Ti/(Ba+Sr +Ti) ratio" is 55%, e.g., a compound with a 
composition represented as Bag .4sSr 0 45 ™n 1 10 , for 
example. 

[0037] Also, lower and upper electrodes 6 and 15 are 
provided under and over the charge-storabJe dielectric 
film 1, respectively. The lower electrode 6 is formed by 
stacking a ruthenium film with a thickness of 50 nm and 
a ruthenium oxide film with a thickness of 100 nm in this 
order on a titanium nitride film with a thickness of 30 nm, 
for example. An interconnect 13, made of polycrystal- 
line silicon, for example, is formed under the lower elec- 
trode 6. This interconnect 13 is filled in a contact hole 
formed in an insulating layer 17. In an ordinary DRAM, 
the interconnect 13 may be connected to the drain 
region of a transistor not shown in Figure 1. The upper 
electrode 15 is formed over the low- leakage -current 
layer 5 out of a ruthenium film with a thickness of 50nm, 
for example. 

[0038] Next, it will be described with reference to Fig- 
ure 2 how the leakage current, flowing through the 
charge-storable dielectric film, can be reduced in the 
semiconductor memory device of this embodiment. 
[0039] Figure 2 illustrates a correlation between the 
Ti7(Ba+ Sr+T) ratio in the BST thin film for the high-die- 
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iectnc-constant layer 3 or the low-leakage-current layer 
5 and the leakage current flowing therethrough when a 
voltage of +0.5 V is applied thereto, rt should be noted 
that the ratio of Ba to Sr in the BST thin film may be arbi- 
trarily defined. However, since it is known that the rela- 
tive dielectric constant of the BST lilm reaches its 
maximum when Ba:Sr=1 :1 , the ratio is also set at 1 :1 in 
this embodiment 

[0040] As is clear from Figure 2, the leakage current 
reaches its maximum when the BST thin film for the 
high-dielectric-constant layer 3 or the low-leakage-cur- 
rent layer 5 has a stoichiometric composition, i.e., 
Tl/(Ba+Sr+Ti)=50%. But it can aiso be understood that 
if the content of 71 in the BST thin film is increased, then 
the leakage current can be reduced considerably. For 
example, when the content of Ti is increased by five per- 
cent (i.e., when Ti/(Ba+Sr+TT)=55%), the leakage cur- 
rent can be reduced to about one-tenth of that of the 
BST film with the stoichiometric composition. Also, 
since the amount of the leakage current flowing through 
the BST film is less dependent on the thickness thereof, 
the thickness of the low-leakage-current layer 5 need 
not be so large. 

[0041] As shown in Figure 2, the present inventors 
found that by providing a thin low -leakage-current layer 
5 with a thickness of 5 nm for the charge-storable die- 
lectric film 1 as in this embodiment, the leakage current 
flowing through the film 1 can be reduced by about one 
order of magnitude compared to providing a BST film 
with a stoichiometric composition. 
[0042] Figure 3 illustrates how the relative dielectric 
constant of the BST thin film changes with the 
Ti/(Ba+Sr+Ti) ratio. Since the high-dielectric-constant 
layer 3 and the iow-leakage-current layer 5 together 
constitute a charge-storable dielectric film for a DRAM, 
the higher the relative dielectric constants of the materi- 
als for these layers 3 and 5, the higher the charge stor- 
ability per unit area and the more advantageous. The 
relative dielectric constant reaches its maximum when 
the BST film has its stoichiometric composition, i.e., 
when Ti/(Ba+Sr+TT)=50%. In this embodiment, the max- 
imum dielectric constant was about 1 90. As the content 
of Ti in the BST film deviates from the stoichiometric 
composition, the relative dielectric constant of the film 
changes correspondingly. More specifically, as the con- 
tent of Ti increases, the relative dielectric constant 
decreases drastically. However, the present inventors 
found that even when the content of T\ was 55%, the rel- 
ative dielectric constant of the BST film was still as high 
as 125. 

[0043] in this case, the key point is the relative dielec- 
tric constant of the entire charge-storable dielectric film 
1 . The relative dielectric constant n of the entire charge- 
storable dielectric film 1 is given by 

1/^=[m/{(m+n) • ^l]]+[n/{(m+n) • >i2}] 

where and u2 are respective relative dielectric con- 


stants of the high-^ielectric-constant layer 3 and the 
Icw-teakage-current layer 5 and m:n is a ratio of the 
thickness of the high -dielectric-constant layer 3 to that 
of the !ow-feakage-current layer 5. 

5 [0044] Accordingly, by adjusting the compositions and 
thicknesses of the respective BST films for the high-die- 
lectnc-constant layer 3 and the low-leakage-current 
layer 5, the overall characteristic of the entire charge- 
storable dielectric film 1, i.e., the relative dielectric con- 

10 stant and the leakage current thereof, can be controlled 
at a desired one. Thus, in this embodiment, the relative 
dielectric constant of the entire charge-storable dielec- 
tricfilm 1 ;sset at 75% or more (specifically, u*142.5) of 
that of a charge-stcrable dielectric film totally composed 

75 of a BST film with its stoichiometric composition. For 
example, suppose the thicknesses m and n of the high- 
dielectric-constant layer 3 and the low-leakage-current 
layer 5 are 20 nm and 5 nm, respectively, and the rela- 
tive dielectric constants n1 and u2 thereof are 190 and 

20 75, respectively. Then, the relative dielectric constant u 
of the entire charge-storable dielectric film 1 is given by 

u= 1/^4/(5 • 190)}+{1/{(5 • 75)}]=145 

25 This relative dielectric constant ji is larger than 142.5. 
and has not decreased so much. If the relative dielectric 
constant of the low- leakage-current layer 5 is to be 75 or 
more, then the Ti/(Ba+Sr+Ti) ratio in the BST film for the 
low- leakage -current iayer 5 should be 60% or less. 

30 [0O45] in summary, by setting the Ti/(Ba+Sr+Ti) ratio 
in the BST film for the low- leakage-current layer 5 within 
the range from 55 to 60% when the high -dielectric -con- 
stant layer 3 is 29 nm thick with a stoichiometric compo- 
sition and the fow-leakage -current layer 5 is about 5 nm 

35 thick, a small leakage current flows through the charge- 
storabie dielectric film 1 and its charge storability per 
unit area is high. 

[0046] In contrast if the Ti0 2 film (relative dielectric 
constant thereof is about 25) described in the above- 

40 identified document is substituted for the low-leakage- 
current layer 5, then the relative dielectric constant n of 
the entire charge-storable dielectric film 1 drastically 
decreases to about 80. In other words, it can be under- 
stood that remarkable effects can be attained by the 

46 present invention. 

[0047] Naturally, the larger the ratio of the thickness n 
of the low-leakage-current layer 5 to the total thickness 
m+n of the charge-storable dielectric film 1 (hereinafter, 
simply referred to as an "n/m+n ratio"), the lower the rel- 

so ative dielectric constant of the charge-storable dielectric 
film 1 tends to be. Figure 4 illustrates how the relative 
dielectric constant of the entire charge-storable dielec- 
tric film 1 changes depending on the ratio n/m+n of the 
thickness n of the low-leakage-currerrt layer 5 (made of 

55 BST with a TV(Ba+ Sr+Ti) ratio of 55%) to the total thick- 
ness m+n of the charge-storable dielectric film 1. As 
shewn in Figure 4, when the n/m+n ratio is 50%, for 
example, the relative dielectric constant of the charge- 
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storable dielectric film 1 decreases to about 155. In 
order to suppress such a decrease in relative dielectric 
constant at 20% or less, the n/m+n ratio shouid be less 
than 50%. 

[0048] As described above, in the semiconductor 
memory device of this embodiment, the low- leakage- 
current layer 5, made ol BST in which the mole traction 
of Ti deviates from the stoichiometric composition, is 
formed on the high<iielectric-constant layer 3 made of 
BST with the stoichiometric composition. And these lay- 
ers 3 and 5 together constitute the charge-storable die- 
lectric film 1 . As a result, a smaller leakage current flows 
through the charge-storable dielectric film 1 and its 
charge storability per unit area is high. That is to say, the 
present invention was conceived based on the finding 
that a BST film, in which the mole fraction of Ti deviates 
from its stoichiometric composition, can have the leak- 
age current drastically reduced and can suppress the 
decrease in relative dielectric constant. Thus, according 
to the present invention, the leakage current flowing 
through the entire charge-storable dielectric film 1, in 
which capacrtors are connected in series to each other, 
can be reduced, the decrease in relative dielectric con- 
stant thereof can be minimized and yet sufficiently high 
charge storability can be maintained. Accordingly, the 
present invention can greatly contribute to further down- 
sizing of a semiconductor memory device. 
[0049] As shown in Figure 2, even if the low-leakage- 
current layer 5 is made of BST with the content of Ti, 
i.e., the TV(Ba+Sr+Ti) ratio, of less than 50% defined by 
stoichiometry, the leakage current can be reduced to a 
certain degree. However, the leakage current can be 
reduced even more drastically if the low-leakage-cur- 
rent layer 5 is made of BST with the content of Ti 
exceeding 50% defined by stoichiometry. This is 
because in a BST film with a larger content of Ti, the 
excessive Ti is turned into titanium oxide, precipitates 
into the grain boundary in the BST film and exists there 
in a thermal stabilized state. On the other hand, in a 
BST film with a smaller content of Ti, various com- 
pounds like barium carbide and strontium carbide pre- 
cipitate into the grain boundary in the BST flm, and 
therefore the leakage current decreases to a certain 
degree. However, since these compounds are likely to 
decompose at around 650°C, decomposition is caused 
during a heat treatment and a leakage current path is 
probably formed along the grain boundary in the BST 
film. 

[0050] Thus, particularly when the temperature is as 
high asS50 °C or more after t he charge-storable dielec- 
tric film 1 has been formed, the low-leakage-current 
layer 5, made of BST with the content of Ti exceeding 
50%, can reduce the leakage current with a lot more 
certainty. In using a BST film as a charge-storable die- 
lectric film m a conventional process, the charge-stora- 
ble dielectric film 1 is formed and then subjected to rapi d 
therjTial_^nnj^ a desired 

high relative dielectric constant. In such a case, the con- 


tent of_TUn_the_lpw-J^kag^ should be 

larger than the value defined by stoichiometry. 
[0051 ] Hereinafter, a method for fabricating the semi- 
conductor memory device of this embodiment, or the 
s cell and its neighboring portions thereof, in particular, 
will be described with reference to Figures 5(a) through 
5(d). 

[0052] First, in the process step shown in Figure 5(a), 
a contact hole is opened in an insulating layer 17 on a 
to substrate in the same way as a common method for fab- 
ricating a semiconductor memory device. And an inter- 
connect 1 3 is formed out of a polycrystalline silicon plug 
to fill in the contact hole. Next, a lower electrode 6 is 
formed on the interconnect 13 and connected thereto. 
is In this embodiment, the lower electrode 6 may be 
formed in the following manner. First, a shallow concave 
portion is formed over a wide area of the insulating layer 
17 including the region where the interconnect 13 is 
formed. Next, a titanium nitride film, a ruthenium film 
20 and a ruthenium oxide film are deposited in this order 
over the entire substrate by a sputtering technique, for 
example, to be about 30 nm, about 50 nm and about 
100 nm thick, respectively. Then, these films are 
planarized by chemical/mechanical polishing (CMP), for 
25 example, thereby filling in the concave portion with this 
multi-layered film. As a result, the lower electrode 6 is 
formed to have an upper surface planarized with, or at 
the same level as, that of the surrounding insulating 
layer 1 7 and to be electrically isolated from the counter- 
30 part of the adjacent cell. 

[0053] Next, in the process step shown in Figure 5(b), 
a high-dieiectric-constant layer 3 is formed by a metalor- 
ganic chemical vapor deposition (MOCVD) process, for 
example. This high-dielectric-constant layer 3 may be 
35 formed in the following manner. First, Ba(DPM) 2 . 
Sr(DPM) 2 and TO(DPM) 2 , which are all p-diketone 
organo-metaliic complexes, are respectively dissolved 
in n-butyl acetate at a concentration of 0.1 mol/Lto form 
liquid source materials, wnich are mixed, vaporized by 
4c raising the temperature thereof and then introduced into 
the reactor using Ar gas as a carrier gas. Then, this 
mixed gas is allowed to thermally react by heating the 
substrate at 600°C, for example, within an atmosphere 
where the pres sure is 5 Tojt and the partial pressure of 
46 oxygen is 25%, thereby depositing a BST film as the 
high-dielectric-constant layer 3. In this embodiment the 
mixture ratio of the respective liquid source materials 
containing Ba(DPM) 2 , Sr(DPM) 2 and TiO(DPM) 2 is con- 
trolled at 35:35:30, for example, thereby setting the ratio 
so of the number of Ba, Sr and Ti atoms in the BST film to 
25:25:50. 

[0054] Subsequently, in the process step shown in 
Figure 5(c). the respective liquid source materials con- 
taining Ba(DPM) 2 , Sr(DPM) 2 and TiO(DPM) 2 are mixed 
55 at a ratio of 30 30:40 ,Jor example, thereby depositing a 
BST film, containing Ti at 55%. as the low-leakage-cur- 
rent layer 5. 

[0055] Finally, in the process step shown in Figure 
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5(d), a ruthenium film is deposited by a sputtering tech- 
ntque, for example, to be about 100 nm thick and then 
patterned, thereby forming an upper electrode 15. 
[0056] In the process steps shown in Figures 5(b) and 
5(c), the content of Ti may be changed by any othe r 
technique."~F or example, the present inventors found 
that even if the respective liquid source materials, con- 
taining the organo-metallic complexes, are kept mixed 
at the same ratio , th e con terl_Qf_Ti in the BST film 
in creases with a rise in substrate temperature, b ut 
decreases with a fall in substrate temperature. Accord- 
ing to this principle, i f the substrate temperature is 
r aised from 60Q°C by 50°C, for example, after the BS T 
film has been deposited in the step shown in^igure 5(b) 
as the high-dielectric-constant layer 3 to be 20 nm thick 
without changing the flow rate of the Ar gas containing 
the vaporized liquid source materials, then the cont ent 
of Ti in the_BSTJilm formed in the succeeding step 
shown in Figure 5(c) as the ^low^leakage-currenUayer 5 
c an be increased from 50% to 55%. I n accordance with 
such a method, since the mixture ratio of the liquid 
source materials need net be changed, the liquid 
source materials do not have to be replaced in an 
MOCVD apparatus (i.e.. in the entire system including a 
path through which the liquid source materials are sup- 
plied and piping). In other words, the content of Ti can 
be changed easily without changing the composition of 
the source materials. It should be noted that to definitely 
change the composition of the BST film to be formed, 
the supply of the source materials to the reactor may be 
suspended while the substrate temperature is being 
changed. 

[0057] Also, the surface of a thin film, made of ruthe- 
nium, platinum or the like generally used for the lower 
electrode 6, is ordinarily roughened if the temperature is 
raised with no film deposited on that surface. However, 
since the temperature is raised after the high-dielectric- 
constant layer 3 has been deposited to be 20 nm thick, 
such roughening of the surface of the lower electrode 6 
can also be suppressed. 

[0058] Furthermore, rf a heat treatment is conducted 
by a conventional technque within a nitrogen ambient at 
700°C for 30 minutes, for example, before or after the 
upper electrode 15 is formed during the process, the rel- 
ative dielectric constant of the charge-storable dielectric 
film 1 can be further increased and the leakage current 
flowing therethrough can be further reduced. 
[0059] Next, modified examples of this embodiment 
wilt be described. Figures 6(a) and 6(b) are cross-sec- 
tional views illustrating exemplary alternate structures 
of a cell of a semiconductor memory device according 
to respective modified examples of the first embodi- 
ment. The leakage current can be suppressed more 
effectively if the low- leakage -current layer 5 is provided 
closer to the electrode into which electrons are injected 
during the operation of the semiconductor memory 
device. Thus, if charging is performed while the lower 
electrode 6 is at a potential level higher than that of the 


upper electrode 15, the leakage current can be sup- 
pressed more effectively with the arrangement shown in 
Figure 1 where the low-leakage-current layer 5 is placed 
over the high-dielectric-constant layer 3. Alter natively, if 

5 charging is performed while the upper electrode 15 is at 
a potential level higher than that of the lower electrode 
6, then a low- leakage-cur rent layer 41 is preferably 
placed under the high-dielectric-constant layer 3. i.e., 
between the layer 3 and the lower electrode 6. as shown 

70 in Figure 6(a). Also, rf the semiconductor memory 
device is driven by applying an electric field with both 
polarities to the charge-storable dielectric film 1, then a 
pair of low-leakage-current layers 43 and 45 are prefer- 
ably formed over and under the high-dielectric -constant 

rs layer 3, i.e., between the upper electrode 15 and the 
layer 3 and between the lower electrode 6 and the layer 
3. 

[0060] In either structure shown in Figure 6(a) or 6(b), 
the leakage current can be reduced and the decrease in 

20 relative dielectric constant can be suppressed. 

[0061] In this embodiment the BST film is formed by 
an MOCVD process. Alternatively, the BST film can be 
deposited by any technique other than the technique 
exemplified in this embodiment so long as the content of 

25 Ti in the BST film can be controlled. 

[0062] For example, in employing a sputtering tech- 
nique, a multilayer structure consisting of a high-dielec- 
tric-constant layer and a low- leakage-current layer with 
similar structures to those of the BST films according to 

30 this embodiment can be obtained by using at least two 
targets. That is to say, a target for depositing a BST film 
with a stoichiometric composition and a target for 
depositing a film, in which the content of Ti deviates 
from the stoichiometric composition thereof, may be 

35 used. 

[0063] On the other hand, in employing a spin coating 
technique, a multilayer structure consisting of a high- 
dielectric -constant layer and a low-leakage-current layer 
with similar structures to those of the BST films accord- 
40 ing to this embodiment can be obtained by using at least 
two types of coating solutions with respectively different 
compositions. 

[0064] Furthermore, according to the present inven- 
tion, the materials for the upper and lower electrodes 

45 are not limited to those exemplified in the first embodi- 
ment. For example, the same effects can also be 
attained even if these electrodes, to be in contact with a 
film made of a dielectric oxide (i.e., BST), are made of 
platinum, palladium, iridium, iridium oxide, rhodium or 

50 the like. 

[0065] Moreover, according to the present invention, 
the structures of the upper and lower electrodes are not 
limited to those illustrated in the first embodiment. For 
example, even when the present invention is applied to 
55 a known structure with an increased electrode area in 
which the respective layers are stacked on a columnar 
lower electrode, the leakage current still can be 
reduced. 
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EMBODIMENT 2 

[0066] Next, a s err i conductor memory device accord- 
ing to a second exemplary embodiment of the present 
invention will be described with reference to Figure 7. 5 
The semiconductor memory device of the second 
embodiment is different from the device of the first 
embodiment only in the structure and fabrication 
method of the charge-storable dielectric film. Accord- 
ingly, only the structure and the fabrication method of to 
the charge-storable dielectric film and its neighboring 
portions will be described hereinafter. 
[0067] Figure 7 is a crcss-sectionai view illustrating a 
structure of a cell of a semiconductor memory device of 
the second embodiment, along with a variation in the rs 
content of Ti in the charge-storable dielectric film 51 in 
the thickness direction thereof. 
[0068] In the semiconductor memory device of this 
embodiment, the charge-storable dielectric film 51 is 
apparently formed out of a single BST film, in which Ti 20 
has a concentration profile such as that shown in Figure 
7. In other words, the charge-storable dielectric film 51 
is formed such that the Ti/(Ba+Sr+Ti) ratio in the 
charge-storable dielectric film 51 is represented as a 
continuous function of a distance as measured from the 25 
lower surface of the charge-storable dielectric film 51 in 
the thickness direction. In this embodiment, in most part 
of the charge-storable dielectric film 51 in contact with 
the lower electrode 6, the content of Ti, i.e., the 
Ti/(Ba+Sr+Ti) ratio, is 50% as defined by stoichiometry. 30 
In contrast, in a thin part of the charge-storable dielec- 
tric film 51 closer to the upper electrode 15, the content 
of Ti gradually increases upward to finally reach 55%. 
That is to say, most part of the charge-storable dielectric 
film 51 functions as a high-dielectric-constant layer and 35 
the upper thin part thereof functions as a low- leakage- 
current layer. 

[0069] Next, a method of making the charge-storable 
dielectric film 51 according to this embodiment will be 
described. Such a film may be formed by an MOCVD 40 
process. For example, by changing the mixture ratio of 
the liquid source materials containing TtO(DPM) 2 with 
time in the process steps shown in Figures 5(b) and 
5(c) of the first embodiment, the content of Ti in the 
charge-storable dielectric film 51 can be changed sub- 45 
stantially continuously in the thickness direction thereof 
as shown in Figure 7. In this case, if the temper ature of 
the substrate is changed, then the content of Ti can also 
be changed particularly effectively as described in the 
first embodiment. In general ; the temperature of a sub- so 
strate cannot be raised or lowered instantaneously. 
Accordingly, if the temperature of the substrate is raised 
or lowered at a controlled rate, then the con tent _canjig^ 
changedcontinuous!y J _.The distribution of the Ti content 
in the thickness direction shown in Figure 7 can be 55 
obtained by gradually _rai si ng the temperature of the 
substrate frorn^0^C^65(r forj^anp_la_ 
[0070] In this embodiment, part of the BST film as the 


charge-storable dielectric film 51 also has a non-stoichi- 
ometric composition and functions as a low-leakage- 
current layer. Accordingly, the same effects as those of 
the first embodiment can also be attained. Specifically, 
the decrease in relative dielectric constant of the entire 
charge-storable dieiectric film can be suppressed while 
reducing the leakage current. As a result this embodi- 
ment can also contribute to further downsizing of a sem- 
iconductor memory device. 

[0071 ] Also, in the charge-storable dielectric film 51 of 
this embodiment, the composition of the BST film 
changes continuously in the thickness direction thereof. 
Accordingly, the imperfections of the crystal lattice can 
be reduced in the grains of the BST film as the charge- 
storable dieiectric film 51 . That is to say, the crystallinity 
of the charge-storable dielectric film 51 is superior to 
that of the BST film included in the charge-storable die- 
lectric film 1 of the first embodiment As a result, sup- 
posing the thickness of the charge-storable dielectric 
film 51 is 25 nm, for example, the relative dieiectric con- 
stant thereof is 190, which is even higher than that 
attained by the first embodiment. 
[0072] It should be noted that insulating materials for 
the charge-storable dielectric film of the present inven- 
tion are not limited to BST exemplified in the foregoing 
embodiments. For example, an insulating material, 
which can be either a dielectric or a ferroelectric by 
modifying its composition in accordance with stoichiom- 
etry, may be used. Specifically, an oxide expressed as 
"ABO3" including sites A and B, like PZT, BaTi0 3 or 
SrTi0 3 , may be used. 

Claims 

1 . A semiconductor memory device comprising a plu- 
rality of cells, each said cell including: 

a lower electrode; 

a charge-storable dielectric film, formed on the 
lower electrode and made of a dielectric in 
which information is storable; and 
an upper electrode formed on the charge-stor- 
able dielectric film, 

wherein the charge-storable dielectric film 
includes: 

a first dielectric layer made of an oxide contain- 
ing at least two metal elements and a dielectric 
with a high relative dielectric constant or a fer- 
roelectric; and 

a second dielectric layer, which is formed over 
and/or under the first dielectric layer and made 
of an oxide containing at least two metal ele- 
ments and through which a smaller amount of 
leakage current flows than that flowing through 
the first dielectric layer. 

2. The device of Claim 1, wherein the first dielectric 
layer has an approximately stoichiometric composi- 
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tion, and 

wherein the second dielectric layer has a composi- 
tion deviated from the stoichiometric composition 
thereof. 

5 

3. The device of Claim 1, wherein the first dielectric 
layer contains the three elements of Ba, Sr and Ti. 

4. The device of Claim 3, wherein the first dielectric 
layer has a composition expressed by Ba^. 10 
x Ti03, where 05x^1. 

5. The device of Claim 1, wherein the second dielec- 
tric layer contains the three elements of Ba, Sr and 

Ti. 15 

6. The device of Claim 5, wherein the number of Ti 
atoms accounts for larger than 50% and equal to or 
smaller than 60% of the total number of Ba. Sr and 

Ti atoms in the second dielectric layer. zo 

7. The device of Claim 2, wherein the first and second 
dielectric layers of the charge-storabie dielectric 
film both contain the three elements of Ba. Sr and 

Ti. and 25 
wherein the first and second dielectric layers are 
formed such that a ratio of the number of Ti atoms 
to the total number of Ba, Sr and Ti atoms in the 
charge-storabie dielectric film is represented as a 
continuous function of a distance as measured from 30 
the lower surface of the charge-storabie dielectric 
film in the thickness direction, 

8. The device of Claim 7, wherein the ratio of the 
number of Ti atoms to the total number of Ba, Sr 35 
and Ti atoms is 50% in part of the charge-storabie 
dielectric film that corresponds to at least one half 

of the total thickness of the charge-storabie dielec- 
tric film. 

40 

9. A method for fabricating a semiconductor memcry 
device, comprising the steps of: 


second dielectric layer being made of an 
oxide containing the same elements as 
those of the first dielectric layer but having 
a different composition than that of the first 
dielectric layer, the amount of leakage cur- 
rent flowing through the second dielectric 
layer being smaller than that flowing 
through the first dielectric layer. 

10. The method of Claim 9, wherein in the step i), the 
first dielectric layer is formed to contain the three 
elements of Ba, Sr and TI substantially at a stoichi- 
ometric composition, and 

wherein in the step ii), the second dielectric layer is 
formed to contain the three elements of Ba, Sr and 
Ti at such a composition that the number of Ti 
atoms accounts for larger than 50% and equal to or 
smaller than 60% of the total number of Ba, Sr and 
Ti atoms. 

11. The method of Claim 9 or 10, wherein a heat treat- 
ment is conducted to heat the substrate at 650°C or 
more bejorejhe steps i) and ii) are performed. 

12. The method of Claim 10. wherein in the step b), 
while the first and second dielectric layers are 
formed by a metalorganic chemical vapor deposi- 
tion process, th e_ temperature of the substrate i s 
chang^cLibereby changing the ratio of the number 
of Ti atoms to the total number of Ba, Sr and Ti 
atoms. 

13. The method of Claim 12. wherein in the step b). the 
temperature of the substrate is kept constant in the 
step i), but changed in the step ii). 


a) forming a lower electrode over a substrate; 

b) forming a charge-storabie dielectric film on 45 
the lower electrode, the charge-storabie dielec- 
tric film being made of a dielectric in which 
information is storable; and 

C) forming an upper electrode on the charge- 
stcrabls dielectric film, so 
wherein the step b) includes: 

i) forming a first dielectric layer made of an 
oxide containing at least two metal ele- 
ments and a dielectric with a high relative 55 
dielectric constant or a ferroelectric; and 

ii) forming a second dielectric layer over 
and/or under the first dielectric layer, the 
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Fig. 2 
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Fig. 3 
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Fig. 4 
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Fig. 5(a) 
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Fig. 5(b) 
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Fig. 8 
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